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(54) CONCENTRATED SOLUTIONS OF CY<XAJVIMONIUM 
DYE S ALTS, THEIR PRODUCTION AND USE 



(71) We, J. R. Geigy A.G., a body cor- 
porate organised according to the laws of Swit- 
zerland, of 215 Schwarzwaldallee, Basle, 
Switzerland, do hereby declare the invention 

5 for which we pray that a patent may be 
granted to us, and the method by which it is 
to be performed, to be particularly described 
in and by the following statement: — 
The present invention concerns concentrated 

10 solutions of cyckmmonium dye salts, a process 
for the production thereof and a process fox 
the dyeing or printing of organic material, 
especially of acid modified synthetic textile 
fibres with the aid of the new solutions of dye 

15 salts according to the invention. 

It is known that an unpleasant development 
of dust is involved in the handling and use, 
such as weighing, pouring, charging or dis- 
solving, of dyestuffs, particularly the very 

20 strongly coloured cationic dyestuffs, in the 
form of powders. This dust formation is not 
only regarded as unpleasant and unhygienic 
by the personnel using the dyes tuff powders 
but also leads to the continuous pollution of 

25 localities, working places and apparatus, This 
means that corresponding protective measures 
have to be taken. The impurifrcation of the 
air by dyestuff particles can lead to other 
materials liable to be coloured being spotted 

30 and, therefore, eg. colourless textiles or textiles 
dyed in one shade can be made unusable. Apart 
from these disadvantages which are disruptive 
chiefly in the production and use of the dusty 
dyestuffs, also considerable material losses can 

35 be incurred due to dustiness. 

In addition, it is often difficult to dissolve 
pulverulent cationic dyestuffs in water as they 
cannot be wetted well and form lumps on the 
addition of water. The preparation of dye 

40 liquors is thus made a more difficult and, very 
often, a time-consuming operation. It is neces- 
sary, therefore, that these disadvantages should 
be removed as completely as possible. 
Various suggestions have already been made 

45 for this purpose. Thus, the recommendation 
that cationic dyestuffs should be offered com- 



mercially in the form of more or less concen- 
trated solutions has been made. For example, 
the corresponding free dyestuff bases have first 
been produced from the usual dye salts, die 50 
former have been reacted to form salts of water 
soluble carboxylic acids and concentrated solu- 
tions of these carboxylic acid salts have been 
made in an anhydrous or water containing 
organic solvent which can be mixed with 55 
water in any ratio such as polyhydric alcohols 
and their ethers or esters, polyethers, amides, 
lactones, nitriles, dimethyl sulphoxide, terra- 
hydrofuran or dioxan. A substantially less com- 
plicated method consisted in dissolving the 60 
ammonium bases of cationic dyestuffs in 
aqueous aliphatic acids such as acetic acid in 
the presence of a non-ionic dispersing agent 
According to another known process, cationic 
dyestuffs in the form of their free bases or 65 
their organic or inorganic salts are dissolved 
in a lower <*- or & - hydroxyaikyi - nitrile or 
otr or fi - alkoxyalkyl - nitrile. These processes 
have the disadvantage that they can only be 
used for certain cationic dyestuffs which form 70 
stable dye bases such as triphenylmerhane dye- 
stuffs. The important class of cyd ammonium 
azo dyestuffs which form instable dye bases 
cannot be used in this way. In addition, these 
processes are relatively expensive due to die 75 
large amount of solvent required. Also, the use 
of considerable amounts of the toxic nitrile 
compounds mentioned is not without danger. 
Finally, large amounts of such solvents can 
have an unfavourable influence on the dyeing 80 
behaviour. 

Novel, concentrated solutions of cydammon- 
ium dye salts have now been found which are 
substantially free from the disadvantages listed 
above, are stable on storing and are ready for 85 
direct use. 

According to the present invention there is 
provided a 5 to 50% by weight solution of a 
cydarnmonium dye salt, the cationic moiety 
of which is free from groups which dissociate 90 
acid in neutral water, in an aqueous solvent 
medium which comprises an aliphatic mono- 
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carboxylic acid of 1 to 4 carbon atoms and 
optionally auxiliary substances, the soluuon 
being free from any liquid organic solvent for 
the dye salt other than the said acid, the con- 

5 centration of the said acid in said solution 
being such that the whole of the dye salt is 
dissolved in the solvent medium. 

Cyclammonium dye salts which can be used 
according to the invention are, e.g. : die cycl- 

10 ammonium azo dye salts which draw onto acid 
modified synthetic fibres, particularly acrid 
modified polyacrylonitrile fibres, and which 
contain no groups which dissociate acid in the 
cationic moiety such as sulphonic or carboxylic 

15 acid groups, the dye salts of the arylazo and 
anthraquinone series with an external cycl- 
ammonium group and the benzo-1, 2-pyrane 
dye salts containing cyclammonium groups. 
In a preferred embodiment, the solutions 

20 according to the invention contain usual salts 
of cyclammonium azo dyestuffs, eg., N the 
halides, sulphates, alkyl sulphates, eryl sul- 
phonates or zinc chloride double salts which, 
optionally, contain several identical or different 

25 hetero atoms. In particular, these are dye salts 
which correspond to the formula 



[A — N=N — B] + X" 



In this formula 
A represents the radical of an optionally 
30 benzo-condensed, N-quaternised azole or 
azine ring, preferably a riuazolium, benzo- 
thiazolium, imidazolium, benzimidazol- 
ium, pyridinium, quinolinium, pyrazol- 
ium, indazoh'um, triazolium or tiuadiazol- 
35 ium radical, 

B represents tie radical of a coupling com- 
ponent containing no hydroxy! groups in 
a nucleus and no keto groups which can 
he enolised, especially a /^amino-phenyl, 
40 4 - amino - naphthyl - (1), 3 - indazolyl, 
3-indolyl- or 5-pyrazolyl radical, and 
X" represents an anion. 

AJmino-azo or armncvanthraquinone dye- 
stuffs having an external pyridinium group in 
45 a subsutuent of the amino group are mentioned 
as dye salts of the arylazo and anthraquinone 
series with an external cyclammonium group. 

As benzo-l^-pyrane dye salts containing 
cyclammonium groups, the solution according 
50 to the invention can contain, e.g., dye salts of 
the formula 



(ID 



In this formula : 

R represents an optionally benzo-condensea 
N-quaternised azole or azine ring, prefer- 55 
ably a N-quaternised benzazole ring 
which is bound to the benzo - 1,2 - pyrane 
ring in a position adjacent the quaternary 
ammonium group, „ 

R t and R 2 each represent hydrogen, an option- ou 
ally substituted alkyl group or a cyclo- 
alkyl group, or Rj and R 2 together with 
the nitrogen atom to which they are 
bound, optionally with the inclusion of a 
further hetero atom, represent a hetero 65 
ring; (preferably R, and R 2 are identical 
and represent alkyl groups having from 1 
to 5 carbon atoms, especially the methyl 

or ethyl group), ^ , 7n 
Y represents =NH or =0 and 70 
X- represents an anion. 

The water-solubility of dye salts which can 
be used according to the invention depends on 
the nature of the anion X~. 

The most suitable anion can easily be deter- 75 
mined by prior tests. X~ can represent a 
methyl sulphate, ethyl sulphate, acetate, 
chloride, sulphate, phosphate or trichloride 
zincate anion. . 

The solutions according to the invention 80 
preferably contain 20—60% of said aliphatic 
monocarboxylic acids such as formic, propionic 
or butyric acid, solutions which comprise 20— 
60% and, preferably, 25—50%, of acetic acid 
being most preferred. 85 

As further additives, the solutions of cycl- 
ammonium dye salts according to the invention 
may contain all metal complex-formers which 
form stable, water soluble, colourless complexes 
with any metal ions .present in the concen- 90 
trated dyestuff solutions. Suitable complex- 
formers are inorganic compounds such as water 
soluble polyphosphates or polymetaphosphates, 
preferably however organic compounds such 
as basic nitrogen compounds which contain at 95 
least two carboxymethyl groups bound to the 
nitrogen and which, optionally, are further sub- 
stituted. Examples thereof are nitrilotriacetic 
acid, emylenediamine tetraacetic acid, @- 
hydroxyethyl - ethylenediamine triacetic acid, 100 
cydohexyknediamine tetraacetic acid or 
diemylenetriamine pentaacetk acid or the 
water soluble salts of these acids. In addition 
polycarboxylic acids containing hydroxy! 
groups such as citric or gluconic acid can be 105 
used as complex-formers. 

In addition, the solutions according to the 
invention may contain, as further additivesj 
normally said stabilisers, particularly non-ionic 
stabilisers such as surface active ethylene oxide 110 
addition «products of organic hydroxyl, carb- 
oxyl, amino or amido compounds or mixtures 
of such substances having aliphatic hydro- 
carbon radicals with, in all, at least 8 carbon 
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atoms. Polyglycol ethers obtained from 
alkanols, alkenols, alkylphenols or fatty acids, 
optionally condensed with primary or secondary 
mono- or poly- basic amines, which have ali- 

5 phatic hydrocarbon radicals with, in ail^ at 
least 8 carbon atoms, and, at least, 4 equiva- 
lents of ethylene oxide, are preferei Addition 
products of 4 to 20 mols of ethylene oxide to 
an alkanol having 8 to 18 carbon atoms such 

10 as hexadecanol, the fatty alcohol mixture known 
by the generic term "coconut oil fatty alcohol", 
or to an alkyl phenol the alkyl moiety of which 
has, in all, at least 8 carbon atoms, e.g. to 
octyl phenol, nonyl phenol or di-tertbutyl 

15 phenol, are particularly suitable. 

The amount of cyclammonium dye salts in 
concentrated solutions according to the inven- 
tion is 5 to 50% by weight and, preferably, 
10 to 35% by weight, calculated on the total 

20 weight of the solution. 

The amount of the monocarboxylic acid 
should be, at least, sufficient to dissolve the 
whole of the cyclammonium dye salt. To fulfil 
this condition generally requires that at least 

25 50% by weight and, advantageously, 65 to 
90% by weight of the monocarboxylic acid as 
defined. 

The amount of metal complex-former and/ 
or stabiliser in solutions according to the in- 
30 vention may be 0.1 to 4% by weigjit, prefer- 
ably however, 0.1 to 1% by weight of metal 
complex-former and/or 1 to 3% by weight of 
stabiliser calculated on the total weight of the 



35 Hie solutions according to the invention are 
produced, advantageously by stirring one or 
more of the cationic dyestuffs, (preferably in 
die form of a moist filter cake or as powder 
or aqueous solution or suspension, into an 

40 aqueous monocarboxylic acid having 1 to 4 
carbon atoms at room temperature and then 
optionally heating until a clear solution is 
attained, preferably to not over 50°C, using 
the usual technical mixing apparatus such as 

45 automatic stirrers or high velocity stirrers. In 
many cases it is advantageous then to clarify 
by filtration the solution from any inorganic 
residues present. As salts of cyclammonium 
azo dyestuffs which can be used according to 

50 the invention are meant both the dye salts 
obtained direct in the production of die dye- 
stuff as well as the dye salts obtainable by 
double reaction, preferably with an alkali or 
ammonium salt, e.g. the chlorides obtained by 

55 reaction of methyl or ethyl sulphates with 
sodium chloride. 

Solutions according to the invention are 
ready-for-use dye preparations which are stable 
on storing. Diluted with water (advantageously 

60 in a ratio of the least 1 : 10), they can be used 
direct as liquor for the dyeing or printing of 
organic materials such as leather, wool, silk, 
cellulose acetate, tanned cotton, paper and, 
particularly textile material made from acid 

65 modified synthetic fibres such as acid modi- 



fied polyamide, polyurethane, polypropylene 
and polyester fibres, particularly however, from 
acid modified polyacrylonitrile fibres. 

In addition, by the addition of suitable 
thickeners, thickened dyestuff solutions can be 70 
obtained which are excellently suitable for use 
in continuous dyeing or printing process. 

The following Examples illustrate the inven- 
tion. The temperatures are given therein in 
degrees Centigrade. 75 

Example 1 
33.5 g of dried and milled dye salt of the 
formula 



-i + 



are slurried at room temperature with 60 ml 80 
of glacial acetic acid and 240 mi of 45— 50° 
warm water are added while stirring. The 
solution formed is then left to stand for 14 
hours at room temperature, after which slight 
quantities of inorganic residues are removed 85 
by filtration. 

The dark blue concentrated solution pro- 
duced in this way remains stable on storing 
and is ready for direct use. On pouring the 
solution into 50 to 100 times the amount of 90 
cold or warm water and adding the auxiliaries 
usual in dyeing, a liquor is obtained which can 
be used direct for the dyeing of add modified 
polyacrylonitrile fibres such as "ORLON" 
(Registered Trade Mark) from a short liquor. 95 

Example 2 
167 g of moist dyestuff filter cake containing 
39 g of dye salt of the formula 



L *j£--o*Co 



are added while stirring to 96 ml of glacial 100 
acetic acid and kept at 45 — 50° until a clear 
solution is formed. The solution formed is left 
to stand for 14 hours at room temperature and 
then slight amounts of inorganic residues pre- 
sent are removed by filtration. 105 

The concentrated deep red solution obtained 
in this way remains stable on storing and is 
ready for direct use. On diluting the dyestuff 
solution with 50 to 100 times the amount of 
cold or warm water and with the addition of no 
the auxiliaries usual in dyeing a dyebath is 
obtained which can be used direct for the dye- 
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ing of acid modified synthetic textile fibres, 
e.g. acid modified polyacrylonitrile fibres. 

Example 3 
20 g of the dye salt of the formula 



10 



15 



20 



25 



30 



35 



40 



are slurried with 33 ml of glacial acetic acid 
and 66 ml of water at 65—70° are added 
while stirring. The solution formed is left to 
stand for 14 hours at room temperature and 
slight quantities of inorganic residues are re- 
moved by filtration. A ready-for-use, concen- 
trated, yellow dyestuff solution is obtained 
which remains stable on storing. 

If, instead of 33 ml of glacial acetic acid, 
33 ml of formic acid 85%, or 50 ml of pro- 
pionic acid are used and otherwise the pro- 
cedure given in this Example is followed, then 
dyestufl solutions are obtained which have 
similar good properties. 

Example 4 
100 g of the dye salt of the formula 



are added to a mixture of 300 ml of glacial 
acetic acid and 600 ml of water and dissolved 
by stirring. 5 g of ethylenediamine tetraacenc 
acid are added to the solution obtained. This 
solution is left to stand for 8 hours at 20— 
25° and is then clarified by removal of slight 
quantities of inorganic residues by filtration. 

The deep blue dyestufl solution produced in 
this way remains stable on storing and is ready 
for direct use. On pouring the dyestuff solu- 
tion into 50 to 100 times the amount of water 
containing thickener, a liquor is obtained which 
is suitable for the continuous dyeing of poly- 
acrylonitrile fibres. 

Example 5 
100 g of dried and milled dye salt of the 
formula 



op 



are dissolved by stirring at room temperature 
in a mixture of 150 ml of glacial acetic acid 
and 350 ml of water. 1 g of a condensation 
product of p-tertamyl phenol and 15 mols of 
ethylene oxide is added to the solution ob- 
tained. This solution is left to stand for 8 hours 
at 20—25° and then slight quantities of in- 
organic residues are removed by filtration. 

The violet concentrated dyestuff solution 
obtained in this way is stable on storing and 
ready for direct use. On adding 50 to 100 
times the amount of cold or warm water to 
the dyestuff solution and on the addition of 
auxiliaries usual in dyeing a liquor is obtained 
which is particularly suitable for the dyeing of 
polyacrylonitrile fibres from a short liquor. 

If instead of 1 g of a condensation product 
of p-tertamyl phenol and 15 mols of ethylene 
oxide, 2 g of a nonyl phenol polyglycol ether 
having 8 to 12 ethyleneoxy groups or 2 g of 
a condensation product of oleyl alcohol and 
25 mols of ethylene oxide are used and other- 
wise the procedure given in this Example is 
followed, then a dyestufl solution is obtained 
which has similar good properties. 

Exampus 6 
245 g of the dye salt of the formula 



«5 



are dissolved by stirring in a mixture consist- 
ing of 620 ml of glacial acetic acid and 380 
ml of water at room temperature. A deep 
yellow ready-for-use dyestuff solution is ob- 
tained' which is stable to storing. On diluting 
this with 1000 times the amount of water 
and after addition of auxiliaries usual in dye- 
ing, a vivid yellow liquor is obtained which can 
be used direct for the dyeing of polymeric or 
copolymeric acrylonitrile textile fibres. 

Example 7 
103 g of the dye salt of the formula 

are dissolved by stirring and heating to 45° 
in a mixture consisting of 480 ml of glacial 
acetic acid and 480 ml of water. A deep yellow 
dyestuff solution which remains stable on stor- 
ing is obtained. 

If in the above Examples, the dye salt com- 
ponent is replaced by corresponding amounts 
of the cationic dyestuffs given in column 2 of 
the following Table and otherwise the pro- 
cedure given in Examples 1 to 7 is followed, 



45 



50 



55 



60 



65 



70 



75 



80 



85 



90 
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then dye preparations are also obtained which are ready for direct use and which remain 
stable on storing. 

TABLE 



Ex 



cationic dyestuff 



shade on 
polyaerylo- 
nitrile fibres 



8 



1 + 




H 3 C H. 



CI" 



H 3 C - C - CH 

n ii 
H„C - N C 



-,+ 



*3 W "v 



CH- 



CH- 



ch 3 so 4 



10 



11 



CH, 



CH, 



H 3 C 



H 3 C-C - CH 



CI 



H3C^C-N = N-Q.H^Iq 
1 I w 



-1 + 



CH 3 -C00" 



12 



CH3 



ZnCl, 



13 



CH, 



00* ■ K>£ 



CH 3 



NagO. 



Ted 



red 



violet 



scarlet 



orange 



violet 



6 
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6 



fix. 


cationic dyestuff 


shade on 
polyaerylo- 
nitrile fibres 


14 






4 


■2 4 


violet 


15 




Sa 3 HH-C 2 H 5 


n + 


orange 


16 




CH3 


+ 


red 


17 






+ 

CH 3 S0 4 " 


scarlet 


18 




CH 3 M = N— /""Vn' 3 

Ah 3 


+ 

cr 


red 
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7 



cationic dyestuff 



shade on 
polyacrylo- 
nitrile fibres 



19 



r N -O s °2- o O" 

r— ifl~ NH 2 



„ /"Mr 

3 CH 



S0 4 CH 3 " 



20 



HgC 2 0 2 S-V^ 



CI" 



21 



H3C^ /C H 3 H 3 C^CH 3 
CH 3 CH 3 



1 + 




CI 



22 



H 5 C 2 



OH 
CH 3 - 



CI 



23 



0 NH-CH 2 -CH 2 -C0-MH-CH 2 -CH 2 -H^ 




24 



0 OH 



0 NH-CH, 



S0 4 CH 3 ' 




CI 



yellow 



red 



red 



yellow- 
orange 



red 



blue 



8 
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8 



Ex. 


i cat ionic dye stuff 


shade on 
poiyacrylo- 
rii t-rile fibres 


25 




CHgCHgCOHHg 

-+ 


+ 

CL" 


blue 


26 




XX^ = 

CH 2 CK 2 CN 




CI" 


blue 


27 








CI" 

- * 


red 


28 




I * CH 3 
CH 3 




J 


green 


29 




6h 3 




*• 

CI" 


navy 
blue 


30 




CH 3 

• * 


+ ' 


re.d 



9 
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Ex. 


eationic dyestuff 


shade on 
polyacrylo- 
nitrile fibres 


31 


ft* 

cO~~ ch = n ■ n ~ 

6h 3 


CH 3 


+ 
Cl~ 


orange 


32 


OT 3°vJLv ,0CH 3 












S0 4 €H 3 " 




yellow 



10 
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Example 33 
8 e of the dyestuff solution produced 
accorSng to Example 1 50 g of "J 
phate and 10 g of an addition product of 15 
5 to 20 equivalents of ethylene oxide and JN- 
octadecyl cLethylenetriamine which has oeen 
quaterriised with dimethyl sulphate, are dis- 
solved in 5000 ml of water. 100 g of poly- 
acrylonitrile yam ("ORUM" 42) are intro- 
10 duced at 60°, the liquor is heated ™i 10 
minutes to 80°, the temperature of the liquor 
is then raised at die rate of i a degree per 
minute until boiling is attained whereupon tne 
material is left in the liquor at this tempera- 
15 ture for 2 hours. The liquor is then cooled to 
60° within 30 minutes. The material so dyed 
is then removed from the liquor and rinsed 

with lukewarm and cold water. 

Polyacryionitrile yarn dyed a very level blue 
20 colour is obtained. . . . 

On foUowing the above prescription, me 
dyestuff solutions given in the other Examples. 
I produce dyeings of similar quantity on poly- 
acryionitrile fibres. 

25 

Example 34 
Polyacryronitrile fabric such as ' < 0RLON" 

* 42, is- impregnated in a foulard at 40° with a 
: liquor of the following composition: 

20 g of the dyestuff solution obtained 
30 according to Example 4 are dissolved in a 
thickener solution consisting of 5 g of locust 

• bean flour thickener and 885 ml of water and 
i then 30 g of coconut oil fatty add diethanol- 
' amide are added to the solution. 

35' The fabric, which has ben squeezed out to 
: about 120% liquor content, is steamed for 30 
minutes at 102°. The dyed goods are rinsed 
with water, soaped and dried. Under these 
conditions, a very level yellow dyeing is 
40 obtained. , . , - 

If in me above example, instead or poly- 
acryionitrile fabric, cellulose acetate fabric is 
used and otherwise the procedure gjven in the 
Example is followed, then a very level yellow 
45 dyeing is also obtained. m 

The dyestuff solutions described in the other 
Examples produce dyeings of similar quality 
by this process. 

WHAT WE CLAIM IS:— , 
50 1. A 5 to 50% by weight solution of a 
cyclammonium dye salt, the cationic moiety 
of which is free from groups which dissociate 
acid in neutral water, in an aqueous solvent 
medium which comprises an aliphatic mono- 
55 carboxylic acid of 1 to 4 carbon atoms and 
optionally auxiliary substances, the solution 
being free from any liquid organic solvent for 
the dye salt other than the said add, the con- 
centration of the said acid in said solution 
60 being such that the whole of the dye salt is 
dissolved in the solvent medium. ^ . 
2. A solution according to claim 1 wherein 



the dye sah is a cyclammonium azo dye salt. 

3. A solution according to claim 1 or * 
wherein the dye salt is an optionally benzo- 03 
condensed azolium or azinium dye salt, option- 
ally having several, identical or different, 
hetero atoms. . - * 

4. A solution according to claim 2 or * 
wherein the dye salt is a cyclammonium azo 70 
dye salt of the formula 



[A-N=N=B] + X~ 



(I) 



I^resents the radical of an optionally 
benzo-condensed, N-quatermsed azole or 75 
azine ring, 

B represents the radical of a coupling com- 
ponent containing no hydroxyl groups in 
a nucleus and no enolisaWe keto group* 
and 80 

X- represents an anion. 

5. A solution according to claim 1 wherein 
the dye sak is a benzo-l,2-pyrane dye salt 
containing a cyclammonium group. 

6. A solution according to claim 1«J o 
wherein die dye salt is of the formula 




r 



(n) 



R hC ^epresents an optional* benzo-condensed, 
N-quatemised azole or azine ring which 90 
is bound to the benzo-l,2-pyrane ring in 
a losWon adjacent the quaternary 
ammonium group, . 

Rl and R, each resent hydrogen, an °paon- 
ally substituted alkyl group or a cy do- 95 
alkvl group, or Rt and R a together with 
Sfntogen atom. to whkh they ate 
bound, optionally with the inclusion ofa 
further hetero atom, can form a hetero ^ 

Y represents =NH or =0, and 
X x7Sn W a^gtoclann4or« 

IS, chloride, 'sulphate, phosphate or tri- 
chloride zincate anion. 

8. A solution according to any of ckims 1 
to 7 wherein the dye salt is dissolved in at 
Lt'50%by weight of the aqueous coocen- 110 
Sted monocarbolylic acid having 1 to 4 

"fVSon according to any of clan* 1 
to 8, which conaiiB 2(^% aqueo^ kcuc 
acid as the monocaAozyuc acid **S™*£; v . 115 

10 A solution according to any of chums 1 
to 9,wMc£ apprises 10 to 35% by waght of 



11 
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11 



10 



15 



a cyclammonhnn dye salt dissolved in 25 to 
50% aqueous acetic acid. 

11. A solution according to any of claims 
1 — 10, which comprises a metal complex- 
former as further additive. 

12. A process for the production of a solu- 
tion of a cyclammonium dye salt as defined 
in claim 1, which comprises dissolving the dye 
salts and, optionally, further additives in at 
least one aqueous concentrated monocarboxylic 
acid which contains 1 to 4 carbon atoms. 

13. A process according to claim 12, wherein 
20—60% aqueous acetic acid is employed. 

14. A process for the dyeing or printing of 
organic material using a solution as defined in 
any of claims 1 to 11. 



15. A process according to c fo»m 14 wherein 
the organic material is acid modified synthetic 
textile fibres. 

16. A solution according to any of claims 1 
to 10, susbtantially as described in any one of 
the foregoing examples 1 to 33. 

17. A method of dyeing polyacryionitrile 
fibres substantially as described in Example 34. 

Agents for the Applicants, 

GALLAFENT & CO., 
Chartered Patent Agents, 

8, Staple Inn, London, 
WCIV 7QH. 
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